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© Stacked channel heterojunction fet. 

® A field effect transistor comprising a high elec- 
tron mobility field effect transistor (HEMT) portion 
and a metal-Schottky-gate field effect transistor 
(MESFET) portion having respective channel layers 
(10, 22) controlled by a common gate (26). At micro- 
wave and higher radio frequencies, the drain current 
capability of the HEMT portion reaches an upper 
limit; the MESFET portion takes 'over to provide 
drain current capability greater than this limit 
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STACKED CHANNEL HETERO JUNCTION FET 



The present invention relates to field effect 
transistors (FETs) and, more particularly, 
heterojunction FETs. „«iis._ 
FET devices, especially those utilizing gallium 
arsenide (GaAs) structures, find application as radio 
frequency (RF) amplifiers, particularly 
and millimeter wave frequencies Another apphca- 
tion for such devices is in logic elements and gates 
or applications in high speed digital -itching. Two 
types of devices that are useful in such appUca- 
SS. are the metal-semiconductor FET. more par- 
ticularly the metal-Schottky-gate FET (MESFET) 
and the high-electron-mobiiity transistor (HEMT) 
Both types of devices are referred to in current 
H»e such as. for example, in "Galium Ar- 
senK Technology". David K. Ferry. Editor-in- 
Chief. Howard K. Sams & Co., Inc.. Indianapolis, IN. 

198 As is recognized in the art. it generally is 
desirable to utilize circuits having relatively low 
m P edances at microwave and higher frequencies 
and for high speed switching applications in com- 
parison with circuit impedances that may be conve- 
niently utilized at lower frequencies and for low 
speed switching applications. Consequently, the 
provision of a larger amount of RF powe, ^ from a 
semiconductor device at microwave and higher fre- 
quencies and for performing high speed switching 
generally means the provision of a larger RF cur- 
rent Hereinafter. "RF" will be understood to in- 
clude such applications. 

HEMT devices are capable of providing useful 
RF power output. However, the performance of a 
HEMT is dependent on the operating power level. 
In a HEMT, the separation of the electron carriers 
in a relatively thin two dimensional electron gas 
(2DEG) from their donors leaves their path rela- 
tively free for easy movement Accordingly, the 
electron velocity is high and so is the power gain. 
However, the arrangement also limits the available 
suppW of electrons such that the RF output curren 
s Eed and hence the available RF Power outpu 
is So limited. Thus, above a certain RF power 
level, the transconductance and the currsnfrgan 
cut-off frequency start to drop. As a resutt the 
power output level reaches a limit The use of 
™X<e channels has been attempted in order to 
increase the current drive capability. The resulting 
structural arrangements are very complex See for 
example. KOHKl HIKOSAKA et al. "A30-GHz 1-W 
Powe' HEMT", IEEE Electron Dev.ce Letters. Vol. 
EDL-3 No. 11. November 1987. Another approach 
uses a superlatdce gate. See O.K. Arch et al. 
-Superlattice conduction in superlatt.ce modulation- 
doped field-effect transistors", J. APPI. Phys. 61(4), 



15 February 1987, 1503-1509. 

A MESFET type of device is also capable of 
producing useful amounts of RF power. However rt 
exhibits frequency dependent performance, .he 
5 channel in this arrangement is impurity doped and 
this results in carrier scattering which reduces the 
transconductance and makes the no.se figure . 
worse. However, the transconductance and the 
current-gain cut-off frequency generally tend to in- 
,o crease at first with increasing power, and the RF- 
power output available in typical a MESFET type o 
oevice generally remains relatively h.gh beyond an 
RF power level at which the performance of a 
typical HEMT type of device has fallen appreaab.y_ 
1S Thus, it is herein recognized that MESFET _ and 
HEMT type devices generally provide good RF 
performance respectively at different RF power lev- 
els, the MESFET being typically better at a higher 

20 P ° W |n 'accordance with a first aspect of the inven- 
tion, a stacked channel field effect transistor com- 
prises a high electron mobility transistor conduction 
channel and a metal-Schottky-gate Field effect tran 
sistor having a respective conduction chan el and 
2S a gate electrode for controlling conduction there h 
rough the gate electrode being disposed with re- 
spect to the high electron mobility pastor con- 
duction channel so as to control conduction there- 

30 '^7 "accordance with a second aspect of the 
invention, a stacked channel field effect transistor is 
formed in a monolithic structure. 

in accordance with a third aspect of the inven- 
tidn. a stacked channel field effect transistor com- 
35 pSes a high electron mobility field effect transistor 
?HEMT) portion and a metal-Schottky-gate l.eld ef- 
fect transistor (MESFET) portion having respective 
conduction channels controlled by a common gate^ 
At microwave and higher radio frequencies., the 
<o drain current capability of the HEMT portion 
reaches an upper limit; the MESFET portion takes 
over to provide drain current capability greater than 

*"* jTaccordance with a fourth aspect of the inven- 
45 tion, a stacked channel field effect transistor com- 
prises a metal-Schottky-gate field effect transistor 
having a respective conduction channel and a con- 
trol gate electrode for controlling conduction there- 
through. The stacked field effect transistor former 
so comprises a high electron mobility transistor hav- 
ing a respective conduction channel disposed with 
respect to the control gate electrode such tha 
conduction in the respective conduction channel of 
the high electron mobility transistor is controlled by 
the gate electrode. 
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In accordance with a fifth aspect of the inven- 
tion, a stacked channel field effect transistor com- 
prises a meial-Schottky-gate field effect transistor 
and a high electron mobility transistor having a 
common control gate electrode and being mon- 
olithically formed using gallium arsenide technol- 
ogy. 

In accordance with a sixth aspect of the inven- 
tion, a stacked channel field effect transistor com- 
prises a metal-Schottky-gate field effect transistor 
and high electron mobility transistor having a com- 
mon control gate electrode, the high electron mo- 
bility transistor having less RF channel current ca- 
pability than the metal-Schottky-gate field effect 
transistor. 

In accordance with a seventh aspect of the 
invention, a stacked channel field effect transistor 
comprises a first semiconductor layer for a conduc- 
tion channel; a second semiconductor layer for a 
conduction channel overlying the first semiconduc- 
tor layer; a doped donor layer associated with one 
of the first and second semiconductor layers for 
providing mobile carriers thereto, the other of the 
first and second semiconductor layers containing 
an impurity dopant for providing mobile carriers 
therein; and a gate electrode overlying one of the 
first and second semiconductor layers for control- 
ling conduction in each of the first and second 
semiconductor channel layers. 

The FIGURE shows in conventional diagram- 
matic form, not to scale, a structure of a stacked 
channel field effect transistor in accordance with 
the invention. Source and drain contacts and other 
conventional details are not shown, in accordance 
with current conventional practice in the art 

In the embodiment shown in the FIGURE, 10 is 
a gallium arsenide (GaAs) buffer layer, grown on a 
semi-insulating GaAs substrate (not shown). Buffer 
layer 10 is substantially undoped. Overlying buffer 
layer 10 is a relatively thin spacer layer 12 of 
substantially undoped aluminum gallium arsenide 
(AlGaAs). Overlying spacer layer 12 is a doped 
layer 14 of AlGaAs. A portion 16 of layer 14, 
adjacent spacer layer 12 is relatively heavily N- 
doped (N + ) and supplies electrons through spacer 
layer 12 into layer 10, thus forming a two-dimen- 
sional electron gas (2DEG) in the top portion of 
layer 10, adjacent spacer layer 12. This is the 
active conduction channel region of a high electron 
mobility transistor (HEMT). This separation from 
the supplying dopant atoms of the mobile carriers, 
in this case electrons, in the active channel portion 
of layer 10 allows these channel electrons easier 
movement, resulting in relatively high transit veloci- 
ties with improved performance 'at RF, albeit up to 
a channel current limit at which the limited supply 
of channel electrons begins to have a limiting ef- 
fect The thickness of spacer layer 12 is selected in 
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a trade-off in which greater thickness improves the 
separation, thus enhancing mobility but at the 
same time reduces electron density in the channel. 
It is noted that while spacer layer 12 is useful, it is 
s not essentially needed. Region 18 of layer 14, 
adjacent the side remote from spacer layer 12, is 
P-doped. The effect of this P doping is to create an 
electric field urging electron transfer from layer 14 
into the active channel in layer 10 and to reduce 
70 electron loss to the surface. 

Overlying layer 14 is a GaAs layer 20, also 
referred to as a GaAs cap. Layer 20 is relatively 
heavily N doped (N + ) in a region 22 adjacent layer 
14 and relatively lightly N-doped (N-) in a region 24 
75 adjacent the side remote from layer 14. Prefer- 
rably, the doping in region 22 is in the form of a 
doping "spike". Layer 20 provides a conduction 
channel for a metal-Schottky-gate field effect tran- 
sistor (MESFET). The P-doping referred to in re- 
20 gion 1 8 of layer 1 4 also tends to prevent electrons 
from being injected from the MESFET channel into 
layer 14 which contains a relatively high density of 
traps. 

Overlying layer 20 and forming a Schottky di- 

25 ode therewith is gate metal 26 which forms the 
control electrode both for the MESFET and for the 
HEMT, the respective conduction channels of 
which have been described. The precise position 
for the gate is obtained by recess etching. Con- 

30 tacts (not shown) are provided for forming respec- 
tive source and drain electrodes for the MESFET 
and HEMT. When the MESFET and HEMT chan- 
nels are electrically coupled in parallel, the stacked 
channels subject to the control of a common gate 

35 electrode result in a device having good perfor- 
mance up to a high drain current capability at RF. 
At a power level increasing to where the perfor- 
mance of the HEMT drops off due to donor neu- 
tralization and the formation of a parallel "FET" in 

40 the AlGaAs, which has low electron mobility, the 
MESFET takes over. Thus, RF drain current capa- 
bility and high cut-off frequency are maintained up 
to a high drain current Eventually at higher power, 
the maximum RF drain current is determined by 

45 voltage breakdown of the Schottky barrier gate 
diode. A high breakdown diode is prefferable, for 
example, a "camel-diode". 

In digital applications it is advantageous to 
have depletion mode and enhancement mode de- 

50 vices utilizing the same materials structure. This is 
achieved in the present invention by utilizing the 
stacked or combination MESFET-HEMT device as 
the depletion mode device and the HEMT, with a 
deeper recess, as the enhancement device 

55 While the present invention has been explained 

by way of an exemplary embodiment it will be 
understood that the broad nature of the invention is 
not limited thereby and it will be further understood 
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by those skilled in the art that various changes and 
substations may be made without d«xq» 
teSy from the scope of the invents as defined 
by the claims following. 



Claims 

1 A stacked" channel field effect transistor 

tectron mobility transistor conduction chan- 

rmet-Schottky-gate field effect transistor paving 
» respective conduction channel and a gate elec 
trode S controlling conduction therethrough, said 
Ste e ectrode being disposed with respect to said 
En electron mobility transistor conduct.cn channe. 
•o as to control conduction therethrough. 

2 A stacked channel field effect trans.stor as 
recited in C.aim 1 being formed in a monoirth.c 

^Ta" stacked channe. field effect transistor as 
cited in Ciaim 2 wherein said monolithic structure 

comprising: 

a nate electrode; . . flrc . 

VL semiconductor layer for supply.ng ~s 
I second semiconductor layer in P rox.mrfy tosad 
nr=t semiconductor layer for rece.v.ng said earners 
so af to form a high electron mobi.ity transistor 
concuct.cn channe. therein and so d.sposed I m 
!„So to said gate electrode that conduct.cn 
trough "controlled by said gate electrode; 

Sw sem.conductor layer so disposed in relation 

1? -ectrode that conduction through a doped 
conduction channel therein is controlled by sa,d 

9 % ei A C 'sScked channel field effect' transistor as 
recited in Claim 4 wherein: o^ hnt tkv 
sa ,d gate electrode is metal form.ng a Schottky 
carrier with a side of said third sem.conductor 

STfirrt semiconductor layer is of doped alu- 
n^num gallium arsenide and has one s.de adjacent 
I'd second semiconductor layer and one s.de 
acLnt a side of said third semiconductor layer 
remS from side forming said Schottky barnen 
7Z second semiconductor layer is of substantially 

undoped gallium arsenide and 
s2d 'bird semiconductor layer is of doped gall.um 

arsenide. 



6 A stacked channel field effect transistor as 
recited in 5 wherein said first semiconductor 

ayeMs N-doped in a region adjacent sad second 
semiconductor layer and said third sem.conductor 

5 laye 7 : S A N ;ta°c P kfd channe. field effect transistor - 
recited in Claim 6 wherein said first sem.conduc or 
layeMs P-doped in a region adjacent sa.d th.rd 

0 "THS-^l fie.d effect transistor as 
'° recited* cTaim 7 including a fourth layer of sub- 
sSSly Undoped aluminum gallium arsen.de sub- 
stantially thinner than said first and second layers 
and interposed therebetween. 

9 A stacked channel field effect trans.sto as 
75 recited in Ciaim 5 wherein said conducuon channel 
n said third semiconductor layer has greater RF 
cunent capability than said high electron mob.l.ty 

«™T*£*T^™ effect transistor as 
20 recited in Sim 6 wherein sad conduction channe 
Z said third semiconductor layer has greater RF 
current capability than said high electron mob.l.ty 
transistor conduction channel. 
25 11 A stacked channel field effect trans.stor as 

" recitld in Claim 7 wherein said conduction channel 
n said third semiconductor layer has greater RF 
current capability than said high electron mob.l.ty 

transistor conduction channel, 
trans'sto^c ( ^ ^ t 0{ 

recited in Claim 8 wherein sad conduction channel 
n said third semiconductor layer has greater RF 
current capability than said high electron mob.l-ty 
transistor conduction channel. 
e ^3 a stacked channel field effect trans.stor as 

35 recitld in Claim 9 wherein said conduction channel 
n said third semiconductor layer has ^greater _RF 
current capability than said high e.ectron mob.l.ty 

riCschottky-gate field effect 
a respective conduction channel and a control gate 
JSS for controlling conduction therethrough; 

45 Thigh electron mobility transistor, having a respec- 
«ve conduction channel disposed with respect to 
said control gate electrode such tha conducton ,n 
said respective conduction channel of sad h.gh 
so e^tron mobility transistor is controlled by sa,d 

gat6 15 e racked channe. field effect transistor as 
recited in Claim 14 wherein said metal-Schottky- 
aate field effect transistor and said high electron 
S5 mlbilS transistor are nonoiithica.ly formed us.ng 
gallium arsenide technology. 
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16. A stacked channel field effect transistor as 
recited in Claim 15 wherein said metal-Schottky- 
gate field effect transistor has greater RF channel 
current capability than said high electron mobility 
transistor. 

17. A stacked channel field effect transistor 
comprising: 

a first semiconductor layer for a conduction chan- 
nel; 

a second semiconductor layer for a conduction 
channel, said second semiconductor layer over- 
lying said first semiconductor layer; 
a doped donor layer associated with one of said 
first and second semiconductor layers for providing 
mobile carriers thereto for forming a respective 
conduction channel therein, the other of said first 
and second semiconductor layers containing an 
impurity dopant for providing mobile carriers there- 
in for forming a respective conduction channel 
therein; and - 

gate electrode means overlying one of said first 
and second semiconductor layers for controlling 
conduction in each of said respective conduction 
channels formed in each of said first and second 
semiconductor layers. 

18. In a composite field effect transistor, a 
layered arrangement comprising: 

a first layer, being of gallium arsenide; 
a second layer, being of aluminum gallium ar- 
senide, overlying said first layer, and having a 
region thereof of a first conductivity type proximate 
to said first layer arid a region thereof of a second 
conductivity type distal from said first layer; 
a third layer, being of gallium arsenide, overlying 
said second layer, and having a relatively heavily 
doped region thereof of said first conductivity type 
proximate said second layer; and 
metal gate means overlying said third layer. 

19. A layered arrangement as recited in Claim 

18 including a spacer layer of aluminum gallium 
arsenide interposed between said 'first and second 
layers. 

20. A layered arrangement as recited in Claim 

19 wherein said spacer layer is relatively thin com- 
pared with said second and third layers. 

21. A layered arrangement as recited in Claim 

20 wherein said first layer and said spacer layers 
are substantially undoped. 

22. A layered arrangement as recited in Claim 

21 wherein said layers are epitaxially grown. 

23. A composite field effect transistor compris- 
ing a high electron mobility transistor and a metal- 
Schottky-gate field effect transistor, each of said 
high electron mobility transitor and said metal- 
Schottky-gate transistor including a respective con- 
duction channel, said composite field effect transis- 
tor comprising: 

a first layer, being of substantially undoped gallium 



arsenide; 

a second layer, being of substantially undoped 
aluminum gallium arsenide, overlying said first lay- 
en 

s a third layer, being of aluminum gallium arsenide, 
overlying said second layer and having a first, 
relatively highly doped, region of a first conductiv- 
ity type proximate to said second layer and having 
a second, doped, region of a second conductivity 

70 type, distal from said second layer, said first region 
supplying carriers to said first layer to form a two- 
dimensional electron gas for forming said respec- 
tive conduction channel of said high electron mobil- 
ity transistor therein by modulation doping, said 

is second layer being relatively thin compared with 
said third layer so as to act as a spacer between 
said first and third layers such that said carriers are 
supplied therethrough, and said second, doped re- 
gion of said second conductivity type creating an 

20 electric field such as to urge said carriers to be 
supplied to said first layer and such as to reduce a 
tendency for said carriers to move in a direction 
away from said first layer; 

a fourth layer, being of gallium arsenide, overlying 
25 said third layer, having a first, relatively highly 
doped, region of said first conductivity type proxi- 
mate to said third layer and having a second, 
relatively lightly doped, region of said first con- 
ductivity type distal from said third layer for having 
30 formed therein said respective conduction channel 
of said metai-Schottky-gate field effect transistor; 
and 

gate means overlying said fourth layer for control- 
ling conduction in each of said respective conduc- 
es tion channels. 

24. A composite field effect transistor as re- 
cited in Claim 23 wherein said first conductivity 
type is N and said second conductivity type is P. 

25. A composite field effect transistor as re- 
40 cited in Claim 24 wherein said gate means com- 
prises a metal gate electrode. 

26. A composite field effect transistor as re- 
cited in Claim 23 wherein^ said respective conduc- 
tion channels are electrically coupled in parallel 

4S between respective source and drain connections. 

27. A composite field effect transistor as re- 
cited in Claim 24 wherein said respective conduc- 
tion channels are electrically coupled in parallel 
between respective source and drain connections. 

so 28. A composite field effect transistor as re- 

. cited in Claim 25 wherein said respective conduc- 
tion channels are electrically coupled in parallel 
between respective source and drain connections. 
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